TABLE 9 - COMPARISON OF MEASURED AND CALCULATED STRENGTHS - EXTERIOR  JOINTS

Specimen Number*
	Joint Strength** (kips)
	
	Calculated by Proposed Method
	Measured

E-l
	236
	300

E-2
	204
	290

E-3
	288
	280*

E-4
	333
	380

E-5
	325
	400

*Specimen E-3 has reduced joint capacity due
to poor dry packing.

**See Table 3 for strength of grout, concrete
and other variables.

Metric equivalent:    1 kip = 4.448 kN

-49-ent research, PCI
